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surplus is removed through a " side draw " or other types of ore
bed draws.

The jigs are built with a varying number of compartments from
one to six; they are placed one after the other in succeeding lower
levels. The number of strokes of the plunger varies under differ-
ent conditions, from 75 to 300 per minute. A modern jig is shown
in Figs. 219 and 220; it operates as follows:

Let ore be fed to the jig, and the tank filled by a continuous
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supply of water which just covers the plunger and the machine
started in motion. As the cam revolves and the roller drops off its
highest point, a quick downward stroke of the plunger is produced
by the tension of the spring underneath the fixed I beam. The
length of this stroke is adjusted by the nut above the beam which
supports a rubber buffer on which the nut drops. The effect of
this quick and positive downward drop is to force outward the